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WHAT IS CLAIMED IS: 

1 . A carp 
of (a) a carboxy 
filler and (c) ay 
styrene-butadier 
(ii) a carboxy 1 
emulsifier and ( 




ompound which is comprised 
butadiene latex, (b) a 
wherein said carboxylated 
omprised of (i) water, 
butadiene rubber, (iii) an 
id soap. 



2 . Carpet *hich is comprised of a backing and a 
pile which is bondfed to said backing with an admixture 
of a carboxylated atyrene-butadiene rubber, a rosin 
acid soap and a f il\er . 

3 . A process VEor manufacturing carpet which 
comprises the steps ofi (1) coating one side of a 
backing with a carpet Mtex compound to produce a 
latex- coated backing, wAerein the carpet latex 
compound is comprised of\(a) a carboxylated styrene- 
butadiene latex, (b) a fiMer and (c) a thickener; and 
wherein said carboxylated s^yrene- butadiene latex is 
comprised of (i) water, (ii)\ a carboxylated styrene- 
butadiene rubber, (iii) an emulsifier .and (iv) a rosin 
acid soap; (2) bringing a pila into contact with the 
coated side of the latex- coated backing, (3) allowing 
the carpet latex compound to drr\ while keeping the 
pile in contact with the coated ^Lde of the latex- 
coated backing to produce the carrot 



sodium soaps 
acid . 



4. A dai^pet lafeyex compound as specified in 
claim 1 wher^Vn \said rokin acid soap is selected from 
the group co^isting of potassium soaps of rosin acid, 
clir ripsin acidXand lithium soaps of rosin 
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5. A carpet Y atex compound as specified in 
claim 1 wherein saic^ rosin acid soap is a potassium 
soap of rosin acid. 



10 
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6 . A carpet lat? 
claim 4 wherein said 
level which is within tl 
about 10 phr. 



compound as specified in 
l acid soap is present at a 
range of about 0.05 phr to 



7. A carpet latex compound as specified in 
claim 6 wherein said curatiVe is zinc oxide. 

carpet latex compound as specified in 
n said filler nis present in an amount 
the range of \bout 250 phr to about 




claim 8 w. 
level whidh 
about 5 pqr. 



A\carp&t latex compoumd as specified in 
° \ \ \ 

.eiiein said rosin acid teoap is present at a 
i^^itnin the range qf about 0.1 phr to 



10. 

claim 9 wh 
which is wi 
phr. 




arpet latex compound sks specified in 
in said thickener is present in an amount 
hin the range of about 0\ 1 phr to about 5 



30 



11. A carpet latex compound as specified in 
claim 10 wherein filler is calcium carbpnate. 

12. A carpet latex compound as specified in 
claim 11 wherein said rosin acid soap is bresent at a 
level which is within the range of about \.2S phr to 
about 2 phr. 



35 
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13 . A carpat latex compound as specified in 
claim 12 wherein s^aid carboxylated styrene -butadiene 
rubber is comprised of repeat units which are derived 
from about 52 weight percent to about 69.5 weight 
percent styrene, from about 3 0 weight percent to about 
45 weight percent 1 , 3 \butadiene / and from about 1 
weight percent to abouQ^ 3 weight percent itaconic 
acid . 



rpe 



14 . A 
claim .12 wherfetLn 



latex compound as specified in 
^aid carboxylated styrene -butadiene 
rubber is cortiptised of repeat units which are derived 
from about 5a weight percent to about 63.4 weight 
percent styrene, ^P 2 *^ about 35 weight percent to about 
40 weight perdent 1 , 3VbutadieA^ , and from about 1.6 
weight percent^ to aboi^: 2 weight percent itaconic 
acid. 



15 . A carpet latex compound \as specified in 
claim 14 wherein said rosin acid sqap is present at a 
level which is within the range of about 0.5 phr to 
about 1 phr. 



16. Carpet^.s specified in claim 2 wherein said 
carboxylated styr^ie -butadiene rubber is comprised of 
repeat units which Nare derived from about 52 weight 
percent to about 69 .\a weight percent styrene, from 
about 3 0 weight percekt to about 45 weight percent 
1 , 3 -butadiene, and frofla about 1 weight percent to 
about 3 weight percent \taconic acid; wherein said 
rosin acid soap is selected from the group consisting 
of potassium soaps of rosim acid, sodium soaps of 
rosin acid and lithium soapss of rosin acid; and 
wherein said filler is an inVrganic carbonate. 



• ♦ 
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17. Carpet &s specified in claim 2 wherein said 
carboxylated styreiae -butadiene rubber is comprised of 
repeat units which ire derived from about 58 weight 
percent to about 63 \ weight percent styrene, from 
about 3 5 weight percent to about 40 weight percent 

1 , 3 -butadiene, and from about 1.6 weight percent to 
about 2 weight percent Vtaconic acid; wherein said 
rosin acid soap is a potVssium soap of rosin acid; and 
wherein said filler is ca\cium carbonate. 

18. A carpet j\atex composition as specified in 
claim 1 wherein said oarboxylated styrene- butadiene 
rubber contains repeat Vmits which are derived from 
about 45 weight percent \to about 74.5 weight percent 
styrene, from about 25 weight percent to about 50 
weight percent 1 , 3 -butadifene , and from about 0.5 
weight percepfe^to "about 5 \weight percent itaconic 
acid. 



19 . 
wherein s 
which is 
10 phr. 



20 . 

claim 12 wh^r^ 
rubber is c 
from about 5 




latex as\ specif ied in claim 1 
acid soajb in present at a level 
range ofl about 0.05 phrto about 



^tex compound as specified in 
carboxylVted styrene-butadiene 
prised of repeat itoits which are derived 
weight percent to\ about 69.5 weight 
percent styrene, from about 3 0 wbight percent to about 
4 5 weight percent 1 , 3 -butadiene ^nd from about 1 
weight percent to about 3 weight Aercent unsaturated 
carboxylic acid monomers selected from the group 
consisting of acrylic acid, methacrVlic acid, fumaric 
acid and itaconic acid. 




